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(54) STEEL PLATES FOR DRUM CANS, METHOD OF MANUFACTURING THE SAME, AND DRUM 
CAN 

(57) Newly developed were steel sheets for drums, 
which specifically have an N content falling between 
0.0050 and 0.0200 % by weight with increased solute N 

therein, and have an Nb content fafling between 0.003 

and 0.10 % by weight, and in which the grains are fine 

and have a small mean grain size. The steel sheets for 
drums are characterized by having higher mechanical 
strength at room temperature and even at high temper- 
atures than conventional drum sheets, and having bel- 
ter low-temperature toughness than the latter. As a 
result, newly provided were thinner and more light- 
weight drums than conventional ones, and the fre- 
quency of recycling the drums is higher than that of 
recycling conventional drums. Also proposed herein are 
methods for surely producing the steel sheets. 
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Description 
TECHNICAL FIELD 

5 [0001] The present invention relates to a steel sheet for drums, to a method for producing it. and to a drum. More 
precisely, it relates to a technique for producing steel sheets that are thinner and more lightweight and have higher high- 
temperature strength and low-temperature toughness than conventional ones, and also to a technique for forming the 
sheets into drums that are recyclable many times repeatedly. 

10 BACKGROUND OF THE INVENTION 

[0002] Drums referred to herein are grouped into open drums as stipulated in the Japanese Industrial Standard (here- 
inafter, JIS) Z 1600 and closed drums as stipulated in JIS Z 1601. These drums are made of steel sheets, and each 
composed of a disc-like top board to be a lid, a disc-like base board to be a bottom, and a body board to be formed into 
15 a cylindrical body through bending and seam-welding. To form the open drum, a base board only is bonded to one end 
of the cylindrical body through "seaming", while a top board is detachably attached to the other end thereof. The closed 

drum is a closed container, for which a top board and a base board are bonded to the both ends of the cylindrical body 

through seaming. The "seaming** as referred to herein is a technique of joining two steel sheets, for which one end of 

one sheet is put on one end of another sheet, and the thus-overlapping ends are seamed in one and the same direction 
20 to be bonded together. Depending on the number of the seaming operations, known are different types of "douWe- 
seaming", "triple-seaming", etc. 

[0003] The drums are chemically processed or coated on their outer surfaces and optionally even on their inner sur- 
faces. As being containers for transportation and storage of substances to be therein, the drums are required to meet 
good dimension accuracy and sound welding and bonding (seaming). In addition, they are further required to have high 

25 strength. This is because, if the drums are deformed due to outer force imparted thereto while they are transported or 
so, not only the deformed drums are difficult to stack up in order but also they will lose good appearance. For these rea- 
sons, an airtightness test (hydraulic test), a drop test, a stacking test and others for the drums are stipulated in JIS. 
[0004] As the materials fa the top board, the base board and the body plate for the drums, in general, hot-rolled mild 
steel sheets (steel strips) as stipulated in JIS G 3131, or cold-rolled steel sheets (steel strips) as stipulated in JIS G 

30 3141 have heretofore been used. Concretely, they are cold-rolled sheets of low-carbon aluminium killed steel as proc- 
essed in a "box annealing line* or in a "continuous annealing line". One typical composition of the steel comprises C of 
from 0.05 to 0.10 % by weight, Mn of from 0.2 to 0.5 % by weight, Si of smaller than 0.05 % by weight, Al of from 0.02 

to 0.06 % by weight, and N of from 0.001 5 to 0.0030 % by weight. The steel sheets are characterized by having an yield 
stress (YS) of around 225 MPa, a tensile strength (TS) of around 340 MPa and a degree of elongation (EL) of around 
35 42 %. Their thickness falls between 0.5 and 1 .6 mm. For example, for 200-liter closed drums (grade 1 , class H) that are 
much used anywhere, the steel sheets have a thickness of 1 .6 mm. Hot-rolled steel sheets may be used for some thick 
drums, but the frequency of using hot-rolled steel sheets for drums is lower than that of using cold-rolled steel sheets 
for them. 

[0005] With the recent demand for reducing the production costs for drums, the thickness of the steel sheets for drums 
40 is being reduced. To meet this object, the strength of drums made of thin steel sheets must be comparable to that of 
ordinary drums. For this, the strength of steel sheets themselves for drums must be increased over that of ordinary steel 
sheets. However, for increasing the strength of steel sheets, various problems, especially those mentioned below must 
be solved, apart from the requirements for ordinary steel characteristics of good weldability, formabiiity, etc. 

45 (1) Improvement in "seamability'' of steel sheets: 

[0006] In general, steel sheets with increased strength are often difficult to work (this is hereinafter referred to as poor 
workability). The same shall apply to seaming of high-strength steel sheets, and high-strength 6teel sheets are often 
incompletely seamed. Incompletely seamed drums often leak the contents. In other words, they do not pass the drop 
so test as stipulated in JIS. Recently, therefore, Triple seaming" has been being replaced for the previous "double seam- 
ing" in some cases, for the purpose of ensuring good "seaming" of steel sheets into drums. However, increasing the 

number of the seaming steps is unfavorable in that not only the seaming process is complicated but also the amount of 

the steel sheets necessary for forming drums increases. At present therefore, it is desired to improve the characteris- 
tics of steel sheets themselves for ensuring sound seaming in drums as previously, without increasing the number of 
55 the seaming steps in producing drums. 
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(2) Improvement in "strength at high temperatures (hereinafter, high-temperature strength)" of steel sheets: 

[0007] In general, drums are not scrapped after having been used only once, but shall be used repeatedly many times 
in the same or different uses. Specifically, drums having been once filled with contents are, after their use, washed to 

5 clean their inside, and are repeatedly used 4 or 5 times on average. In recycling used drums, the deposits on their inside 
and the coating on their outer surface must be completely removed. To remove them, in general, used drums are shot- 
blasted. While being shot-blasted, drums are often deformed as a large number of steel balls and the like collide against 
the steel walls of the drums at a high speed. Too much deformed drums could not be stacked up, and could not be recy- 
cled. Therefore, the degree of deforming of drums is one factor that determines as to whether or not the drums are recy- 

10 clable and how many times they are recyclable (hereinafter, recyclability). As a result of the present inventors' 
experiments, it has been found that the deformation of drums owing to shot-blasting could not be prevented even when 
the strength at room temperature (hereinafter, room-temperature strength) of the steel sheets for drums is increased. 
This is because, prior to shot-Wasting, the contents of drums are removed through Incineration, for which drums are 
heated at about 800°C (hereinafter, incineration). In that case, drums are often shot-blasted before being completely 

is cooled. For these reasons, in addition to the reduced deformability of drums in shot-blasting at room temperature, the 
reduced deformability thereof under heat at high temperatures and even that in shot-blasting during the subsequent 
cooling step are important factors for the recyclability of drums. Specifically, the steel sheets for drums must have high 
strength even the drums are within a temperature range falling between 300 and 600°C or so. 

(3) Security for low-temperature toughness: 

[0008] Heretofore, drums have not been produced on condition that their low-temperature characteristics are on a 
satisfactory level. Recently, however, drums have been being much used in plants that require a low temperature of - 
40°C or in coldest districts. Therefore, drums are now required not to leak the contents in the drop test at low tempera- 
25 tures. For this, steel sheets for drums must have good low-temperature toughness, especially even after having been 
seamed. In general, high toughness of steel sheets is contradictory to high strength thereof. 

[0009] At present, the problems of the above-mentioned (1) to (3) are not still solved even by steel sheets for drums 
that have been improved to have high strength according to known means. For example, for increasing the strength of 
steel sheets, known are various means of solute enhancement to be attained by addition of an increased amount of 
30 alloy elements to steel, working enhancement (see JP-A-56-77039). precipitation hardening, etc. However, all these 
means are effective in increasing the room-temperature strength of steel sheets in some degree, but rather lower the 

low-temperature toughness and the ductility thereof and even worsen the "seam ability" thereof. In addition, it is difficult 

to ensure satisfactory high-temperature strength of steel sheets according to those means. 

[0010] Also known is a reinforcing method for steel sheets, which comprises heat-treating a steel sheet to thereby 

35 change the metallographic structure of the sheet and by which the crystal grains constituting the sheet are made fine 
or precipitate products (bainite. etc.) having been transformed at relatively low temperatures are formed in the sheet. 
However, even the steel sheets and the drums having been processed according to the reinforcing method are often ~ 
deteriorated and their strength or toughness is lowered while the steel sheets are welded together or while the contents 
of the drums are incinerated. 

0 [001 1 ] As mentioned hereinabove, steel sheets that satisfy all the necessary requirements for drums have not been 
developed as yet. At present, therefore, satisfactorily thin drums could not be produced. Given that situation, the object 
of the present invention is to provide steel sheets for drums that are thinner and more lightweight and have higher high- 
temperature strength and low-temperature toughness than conventional ones, and a method for producing them, and 
also to provide drums of such steel sheets that are recyclable many times repeatedly. The steel sheets for drums are 
45 required to have a tensile strength (TS) at room temperature (25°C) of at least 370 MPa, preferably at least 410 MPa, 
and a degree of elongation of at least 35 %. 

DISCLOSURE OF THE INVENTION 

so [0012] In order to attain the object noted above, we. the present inventors have assiduously studied the composition 
of steel sheets for drums, and the characteristics thereof and the production method for them. As a result, we have 
noted two different means for solving the outstanding problems, and have confirmed that the both two are effective for 
attaining the object Based on these, we have completed the present invention. 

[0013] One technical idea (hereinafter, the first technical idea) of the inventors is based on the following finding: When 
55 a steel sheet which exhibits a relatively low strength while it is formed into drums and of which the strength ts expected 
to significantly increase in the subsequent coating or baking step is used as the material for forming drums, then it sat- 
isfies the two requirements of excellent drum formability and increased strength of drums to be formed. The means for 
embodying this technical idea comprises positively forming solute N in steel, without being based on the conventional 
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roMnrromiut with solute C Specif ically. for this, the amount of specific elements such as C, Si. Mn. Al and others 
S bl n S solute N (nitrogen) therein is increased, and. in Edition, the ^condrtons for 

^Z^lS^Sim of steel are controlled suitably. Another technical idea (hereinafter, the second technical idea) 
istsSS into low-carbon aluminium Wiled steel, and the heaMrea ment con- 

5 S ^ for this are optimized, whereby the metallography grains constituting the steel are made 

f [M14] Specifically, the invention based on the first technical idea is a steel sheet to be used as the material for drums, 
which is characterized by containing: 

10 C of from 0.01 to 0.10 % by weight 

Si ol from 0.01 to 0.20 % by weight. 

Mn of from 0.05 to 1.0 % by weight. 

P of at most 0.04 % by weight. 

S of at most 0.03 % by weight. 
is Al oi from 0.001 to 0.150 % by weight, and 

N of from 0.0050 to 0.0200 % by weight. 

Sm^Rdatinotothe production of those steel sheets, the invention provides a n^od for producing steel sheets for 
drums, which copses hot-rolling a steel slab of a composition that contains: 

25 

C of from 0.01 to 0.1 0 % by weight. 
Si of from 0.01 to 0.20 % by weight. 
Mn of from 0.05 to 1 .0 % by weight. 
P of at most 0.04 % by weight. 
3 o S of at most 0.03 % by weight, 

Al of from 0.001 to 0.1 50 % by weight, and 
N of from 0.0050 to 0.0200 % by weight, 

with the balance of Fe and instable impurities, at a finishing delivery^ 

sheets for drums of the invention noted above may fur»er comprise washing 

is characterized by containing: 

C of from 0.01 to 0.10 % by weight 

Si of from 0.01 to 0.20 % by weight. 
45 Mn of from 0.05 to 1 .0 % by weight, 

P of at most 0.04 % by weight. 

S of at most 0.01 % by weight, 

Al of from 0.001 to 0.1 50 % by weight. 

N of at most 0.0050 % by weight, and 
so Nb of from 0.003 to 0. 1 0 % by weight 

Sf SS£S2l T£SZ Scrums, which additional contains Ti of from 0.005 to 0,0 % by weigh, 
LTlch grains in^eferrite phase appearino in the metal.oorapnic structure have a mean Q ra,n s^e of not .ar e er 

55 JSSL 1 , 0 "5L indention is also a steel sheet for drums, which is a mill scale-coated, hot-rolled steel sheet. In this, the 
5 [im. 
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[0022] In addition, the invention is also a steel sheet for drums, which is a cold-rolled steel sheet 

[0023] Relating to the production of those steel sheets based on the second technical idea, the invention provides a 

method for producing steel sheets for drums, which comprises hot-rolling a steel slab of a composition that contains: 

5 C of from 0.01 to 0.10 % by weight 

Si of from 0.01 to 0.20 % by weight. 

Mn of from 0.05 to 1 .0 % by weight, 

P of at most 0.04 % by weight. 

S of at most 0.01 % by weight 
io Al of from 0.001 to 0.150 % by weight 

N of at most 0.0050 % by weight, and 

Nb of from 0.003 to 0.1 0 % by weight 

with the balance of Fe and inevitable impurities, at a finishing delivery temperature of not lower than 750°C. then cooling 

15 it In an accelerated cooling manner within 2 seconds after the finish of the hot-rolling, and thereafter coiling it at a coiling 

temperature of not higher than 700°C. 

[0024] The method for producing steel sheets for drums of the invention noted above may further comprise washing 
the resulting steel sheet with acid, cold-rolling it after the acid washing, annealing it at a temperature not lower than the 
recrystallization temperature of the sheet and temper-rolling it. 
^ [0025] The drum of the invention is composed of a cylindrical body plate, and a top board to be a lid and a base board 
to be a bottom that are fitted to the ends of the body plate and are in the form of a c5sc, and this drum is characterized 
in that one or more of the body plate, the top board and th© base board are made of any of the steel sheets for drums 
mentioned above. 

25 BEST MODES FOR CARRYING OUT THE INVENTION 

[0026] First described is the chemical composition of the steel sheet for drums of the invention. For this, the elements 
common to both the steel sheet based on the first technical idea and that based on the second technical idea are 
described in the former part, while those not common to them are in the latter part 

30 

C: from 0.01 to 0.10 % by weight 

[0027] C is in the matrix iron as solute C. and enhances the strength of steel sheets. However, if its amount is larger 

than 0.10 % by weight, too much C will form a large amount of carbide precipitates and will lower the ductility of steel 

35 sheets. In addition, when steel sheets containing too much C are welded, the welded part will be too much hardened. 

When the welded part thus having been too much hardened is in the flanges of drums, the flanges are much cracked. 
For these reasons, in the invention, the uppermost limit of the C content is defined to be 0.1 0 % by weight in view of the 
formabiiity of the steel sheet. For better formability of the steel sheet, the C content is preferably at most 0.08 % by 
weight If, on the other hand, the C content is lower than 0.01 % by weight the strength (al room temperature and at 
j high temperatures) of the steel sheet is greatly lowered, and the steel sheet could not ensure the intended strength. If 
so. in addition, the strength of the welded part of the sheets is also lowered. For these reasons, the lowermost limit of 
the C content in the invention is 0.01 % by weight. 

Si: from 0.010 to 0.20 % by weight 

45 

[0028] Si "is useful as an element for reinforcing steel sheets. In order to effectively exhibit its effect Si must be in steel 
sheets in an amount of at least 0.01 % by weight. However, if too much Si is therein, hot-roiling and cold-rolling of the 
steel sheets will be difficult. In addition, the surface processability (especially, the chemical processability) and also the 

corrosion resistance of the steel sheets will be poor. If much more Si is therein, the welded part of the steel sheets is 

so too much hardened, and is undesirable. For these reasons, the uppermost limit of the Si content in the invention is 0.20 

% by weight. Especially for drums to be used for corrosion resistance, the Si content is preferably at most 0.10 % by 
weight 

Mn: from 0.05 to 1 .0 % by weight 

55 

[0029] Mn is an element for preventing thermal cracking of steel sheets to be caused by S. and its content shall vary 
depending on the S content of steel sheets. In addition, Mn has the metallographic effect to make the grains in steel 
sheets fine. Therefore, it is desirable that the Mn content is at least 0.05 % by weight However, too much Mn will worsen 
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able that the Mn content is at most 0.60 % by weight. 
Al- from 0.001 to 0.150 % by weight 

to 0.08 % by weight. 

P: at most 0.04 % by weight 

• [0031] Too much P w, great* ha,den steeL ^^^J^^%%SfSSt^ S25 £ 

to at mil 0.04 % by weight. Preferably, the P content is at most 0.02 % by we.ght 
25 S: at most 0.03 % by weight 

billy (including ductiHy. band*** »«*<*■* ^^JL^LT aTa result of the toattf axparimert. it has 
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below. 



NintJ»steelsheetteedontltatWtechn^Baa : trom0.0050toOJ200%W«ei^ 

tent of the steel she* must * « J^J*^* ^el sheet. In addition, when steel melt containing too much N is 
produce many defects (Wow holes. «^ns« *^ J!!!- in the invention based on the f irst technical idea, the N 
cast, the ^J^^ZTSo C^ i bT-iiTn order to stable the property of the steel sheet 
content is defined ^ ' J^JJSSS under different conditions from having different properties) and to 
(for example, to prevent 2^^2£m£n content is more desirably from 0.0070 to 0.01 70 % by weight. 

[00351 The n » * we , ded parts in forming the steel sheet into drums, but is rather effective for 

sheet ami even *e wor^ 

■ncr«S.ngJ ^estrengm^ seam-welding, no significant increase in the degree of hardness 

r^r^ * herein is meant to indicate N ^ ^ "L^S ? 

Of the welded P a *^™~ ' nitfides or other inclusions. The solute N content of steel may be obtained by sub- 



total N content of the steel sample. 
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N in the steel sheet based on the second technical idea: at most 0.0050 % by weight 

[0036] To the steel sheet, solid solution reinforcement with N is not directed. Therefore, it is unnecessary to specifi- 
cally increase the N content of the steel sheet. Too much N in the steel sheet will rather interfere with the property- 

5 improving effect of Nb therein. In addition, when steel melt containing too much N is cast, the cast steel slabs are often 
cracked. For these reasons, the N content is desirably as small as possible. However, as a result of the inventors* exper- 
iment, it has been found that the N content of up to 0.0050 % by weight is allowable. Therefore, the uppermost limit of 
the N content is herein 0.0050 % by weight. For drums having higher strength and for steel sheets having higher low- 
temperature toughness, the N content is preferably at most 0.0040 % by weight. 

io [0037] In the steel sheet based on the second technical idea additionally contains Nb and Ti in place of the solute N 
noted above. The reasons for defining the amounts of those additional elements are mentioned below. 

Nb: from 0.003 to 0.10 % by weight 
75 [0038] Even when existing only in a minor amount, Nb exhibits its metallographic effect to make the grains in steel 

fine (concretely, to make the grains in the ferrite phase in steel fine). Thus, Nb in the steel sheet of the invention signif- 
icantly increases the strength of the steel, and improve the low-temperature toughness of the "seamed" part of the steel 
sheet In addition, it is further effective in preventing the grains in so-called •seam-welded parts" of drum bodies from 
growing to be coarse grains. In forming drums, a top board and a base board are bonded to the ends of a seam-welded 

v body through seaming, and flanges are previously formed around the parts of the body to be seamed with those boards. 
In this drum-forming process, the fine grains as formed in the steel sheet in the presence of Nb act effectively for pre- 
venting the sheet from being cracked while the flanges are formed around the body of the sheet In addition, the pres- 
ence of such a minor amount of Nb in steel increases the strength of the steel sheet within a temperature range falling 
between 300 and 600°C, and increases the high-temperature creep strength and even the high-temperature pressure 

25 resistance of the drums made of the steel sheet. Moreover, in the process of producing the steel sheet comprising coil- 
ing up the roiled steel strip, the Nb carbides formed further enhance the strength of the coiled sheet through so-called 
"precipitation hardening". Therefore, Nb in steel is effective for increasing the strength of the steel sheet especially for 
elevating the yield stress thereof. Nb in steel exhibits its effect as above, when its amount is at least 0.003 % by weight. 
Therefore, in the invention, the lowermost limit of Nb in the steel sheet is defined to be 0.003 % by weight On the other 

30 hand, however, if the Nb content is larger than 0.10 % by weight, thermal deformation resistance of the steel sheet 
increases, whereby hot-rolfing of the sheet will be somewhat difficult For these reasons, in the invention, the uppermost 

limit of the Nb content is defined to be up to 0.10 % by weight For further facilitating the production of the steel sheet 

and for preventing the increase in the deformation resistance of the steel sheet, the Nb content is more preferably from 

O.0O3 to 0.030 % by weight. 

35 

TT: from 0.005 to 0.10 % by weight 

[0039] Ti is effective for preventing steel stabs to be rolled from being cracked. The steel sheet based on the second 
technical idea may optionally contain Ti. Ti exhibits its effect when it is in the steel sheet in an amount of at least 0.005 
; ) % by weight. On the other hand, however, if the Ti content is larger than 0.1 0 % by weight, the formabiiity of the seam- 
welded part of the steel sheet into drums will be somewhat poor. In particular, too much Ti in the steel sheet will interfere 
with sound "seaming" of the sheet into drums. For these reasons, in the invention, the Ti content is defined to faJI 
between 0.005 and 0.10 % by weight. 

[0040] The other elements in the steel sheets based on the first and second technical ideas are Fe and inevitable 
45 impurities. For the elements corresponding to the inevitable impurities, it is desirable that Cu is limited to at most 0.2 % 
by weight, Ni to at most 0.2 % by weight, Cr to at most 0.2 % by weight and Mo to at most 0.2 % by weight This is 
because these elements may increase the strength of the steel sheets, but often greatly lower the weldability of the 
steel sheets, and the workabifity and the chemical processability of the welded parts of the sheets. 

[0041] The steel sheets for drums of the invention may be any of so-called "hot-rolled sheets" which are produced by 

so hot-rolling steel slabs, or so-called "cold-rolled sheets" which are produced by further cold-rolling the hot-rolled sheets, 

provided that they satisfy the chemical composition noted above. Therefore, in consideration of the different technical 
ideas to be the basis of the invention, the invention basically encompasses four different types of steel sheets. Where 
the steel sheets are further differentiated in accordance with the different treatments (for example, acid-washing, tem- 
per-rolling, eta), to be applied to them while they are produced, they are grouped into six different types in total. Now. 
65 methods for producing the steel sheets for drums of the invention are mentioned below. 

[0042] There are two basic flowcharts for producing them. One comprises a step of preparing steel slabs a step of 
reheating the steel slabs a step of hot-rolling the steel slabs -> a step of cooling the hot-rolled sheets in an acceler- 
ated cooling manner -> a step of coiling the sheets; and the other comprises a step of preparing steel slabs -» a step 
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also be mentioned below, it necessary. 
Step of preparing steel slabs: 

rOM41 A steel melt having the chemical composition noted above is prepared in a comm. f d«jric *jn«»jj 
Step of reheating steel slabs: 

specfflcelly defined In the MM ^"S^^cT. ..'« in the eteel stab bein 9 reheated dfeebto 
1000 end 1300-0. At temperett»«s hohe, «-n "~°JJ^JSSJS. ihieetertetic 01. hot-toned eheet to be 

~^^lte->TJ^i~^ » *• °«~ detomaao ° resiaance ? 

direct rolling). 

Step of hot-rolling steel slab: 

r00471 The reheated steel slab is hot-roiled in a known manner. In the ^'^^ at 

JSJ^ISSS . tenae rSe). In et*»on es p-evereed - oneve* prect-tetei, tn the 
formed On the Surface Of ^^^^^^^SLb are not favorable to drums. For these reasons. 

between 800 and 920^. 
Accelerated cooling step: 

rnnsni After havina been hot-rolled in the manner mentioned above, the resulting hot-rolled steel sheets (in practice. 

L^«elSdTaSl r«33h an accelerated cooling manner. The accelerated cooling makes the sheets have 
steel stnps) are '^^^ddHion it prevents the precipitation of AIM in the hot-rolled steel sheets, though *e 

.ase^reotthehot-rolledst^ 

i p ^nd p ;«ft^ a rains h the sheetsfine ^ to increase *• room ir; 

2 seconds after tne Tinisn OT Uie nui iuihi iy c . 0£ T C Fnr the DurDOse of further increasing the strength of 
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of so-called "mill scale" that may be formed on the hot-rolled sheets to at most 5 um or lower, it is even more desirable 
that the accelerated cooling is started within 0.5 seconds after the finish of the hot-rolling. The component of the mill 
scale is iron oxide, which will be mentioned hereinunder. 

5 Step of coiling steel strip: 

[0052] In producing the steel sheet (having N solute existing therein) according to the first technical idea, the cooled 
steel strip is coiled at a temperature not higher than 680°C. This is because, in the coiling step, the hot-rolled steel sheet 
well keeps the desired amount of solute N therein, and, even after cold-rolled, the sheet still keeps the solute N content 

io of not smaller than O.0O1 0 % by weight. On the other hand, in producing the steel sheet (containing Nb therein) accord- 
ing to the second technical idea, the coiling temperature is to be 700°C or lower. This is because, if the coiling temper- 
ature is higher than 70O°C, the grains in the metallographic structure of the hot-rolled steel sheet will grow to be coarse 
grains. In addition, if so, the grains will more abnormally grow due to the uneven strain as inevitably formed in the sheet 
just after the sheet is coiled, by which the surface properties of the sheet will be much worsened. 

is [0053] However, if the coiling temperature is lower than 400°C in both cases, the shape of the sheet will be bad, and 

the hardness of the sheet will be uneven in the transverse direction of the sheet As a result, the shape of the drums as 
made from the steel sheet will be not good, and the function of the drums will be poor. For these reasons, it is desirable 
that the coiling temperature for the steel sheet based on the first technical idea falls between 400 and 680°C and that 
for the steel sheet based on the second technical idea falls between 400 and 700°C: In order that the thickness of the 
v mill scale in the mill scale-coated, hot-rolled sheet is at most 5 pm. it is desirable that the coiling temperature is low, or 

that is, 600° C or lower. 

[0054] The hot-rolled steel sheet as produced according to the process comprising the above-mentioned steps in that 
order is used for producing drums in the invention. Specifically, just after having been rolled and still having the "mill 
scale", the sheet of the invention can be directly used for producing drums. Even when the steel sheet is used as it is 
25 without being further processed, the drums made of it have a fine iron oxide phase (mill scale) on their inner surface, 
and the corrosion resistance and the abrasion resistance of the steel sheet are both good. 

[0055] Regarding the composition of the mill scale, it is desirable that the mill scale is in the form of a f Bm containing 
magnetite in an amount of at least 80 % by volume. The amount of magnetite therein may be so controlled as to fall the 
desired range, by controlling the temperature of the steel strip being coiled and by conditioning the atmosphere in the 
30 coiling step to thereby promote the transformation of wustite into magnetite on the surface of the strip. If the magnetite 
content is smaller than 80 %, the mill scale formed will easily peel off, and the steel sheet having such mill scale is not 

suitable to drums, ff the thickness of the mill scale is larger than 5 psn such thick mill scale will also easily peel off. There- 
fore, it is desirable that the thickness of the mill scale is at most 5 nm. If desired, the hot-rolled steel sheet of the inven- 
tion may be used, after the mill scale is removed therefrom. To remove the mill scale, the sheet may be washed with 

35 acid. The thickness of the mill scale may be obtained as follows: A sample of the steel sheet having a predetermined 

surface area is prepared, and this is washed with hydrochloric acid containing an inhibitor that acts to prevent the dis- 
solution of the base steel by the acid, thereby removing the scale layer from the surface of the sample. The difference 
in the weight of the sample is obtained by subtracting the weight of the washed sample from that of the original sample, 
and this is divided by the surface area and the specific gravity of the sample to obtain the thickness of the mill scale. 

Step of washing hot-rolled steel sheet with acid: 

[0056] For washing the hot-rolled steel sheet with acid, any specific condition is not defined. The steel sheet may be 
washed with any acid in any condition in which the scale can be removed from the surface of the sheet. Therefore, any 
45 ordinary method for washing steel sheets with acid is employable herein. For example, the surface scale may be 
removed with an acid, such as hydrochloric acid, sulfuric acid or the like. It is desirable that the acid-washed steel sheet 
is coated with oil so as to prevent the sheet from rusting. The hot-rolled steel sheet thus washed with acid to remove its 
scale is generally temper-rolled, for example, in the manner to be mentioned below. 

so Temper-rolling step for hot-rolled steel sheet: 

[0057] The coiled, hot-rolled steel sheet may be temper-rolled, prior to being formed into drums. The temper-rolling 
of the hot-rolled steel sheet is effected for the purpose of dismissing or reducing the yield point elongation of the steel 
sheet, and for the purpose of controlling the surface roughness of the sheet and of improving the shape of the sheet 
55 (for example, for reducing edge elongation, belly elongation, etc.). In the invention, it is desirable that the temper-rolling 
reduction ratio is at most 5 %. If the reduction ratio is larger than 5 %. not only the ductility of the steel sheet is lowered 
but also the variation in the yield point noted above increases, thereby causing various problems. For example, if so. 
when the steel sheet is formed into drums, the spring back amount of the steel sheet (this indicates the degree of 
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20 



25 



rebounding of the steel sheet being formed, owing to the elastic force of the sheet) varies. Where only the surface 
roughness of the steel sheet is desired to be controlled by the temper-rolling. the temper-rolling reduction ratio prefer- 
ably falls between 1 % and 5 %. 

K>058] The hot-rolled steel sheet from which the mill scale has been removed may be further processed on its surface 
5 and then formed into drums. The surface treatment for this includes, for example tin plating. J***. 
plating, nickel-chromium plating, zinc plating (galvanizing), etc. Needl ess-to-say. the drums made of the sheet may be 
chemically processed on their inner and outer surfaces in any ordinary manner, for example, with zinc phosphatejron 
pSate oTthe like. After having been thus plated or chemically treated, the steel sheet may be further panted or 
coated with an organic resin film The thus painted or coated sheet may be formed into drums in any ordinary manner 

10 rare* ^eS-roHed steel sheet as produced under the conditions noted above in accordance with the first technical 
dea contains solute N in an amount of at least 0.0010 % by weight and has a high degree of etongaton of a least 35 
%!rnedegree of elongation of the sheet Is herein measured «n»^ le ^ l ^ et ^«^ , ^? ,e 1 ^'* e ^! 
so prepared that its machine direction shall correspond to the drcumferential dkectton of the cylindrical body to be a 

100601 The drums made of the hot-rolled steel sheet of the invention have higher room-temperature strength and high- 
tSature strength (at 300 to 800*C) than those of conventional steel sheets. In order that the drums of the invenfon 
couW stably have the intended strength, it is desirable that the amount of solute N in the street Wis be Jreen 
fSoiS T and 10 0100 % by weight. The solute N content may be controlled depend.ng on the comb.nabon of fte total N 
content of the steel melt to be the sheet and the hot-rolling condition for the sheet The high-temperature sfrengtti las 
SerS to herein indicates the strength at a temperature falling between 300 and 800»C. and includes the creep 
strength. Ks value may be measured in any ordinary high-temperature tensile test. , 

F00611 The hot-rolled steel sheet of the invention has an aging index of not smaller lhan 3 kgt/mm 2 . The aging index 
is obtained as follows: Atensile test sample is prepared from the hot-roUed I eel sheet which is loaded to .have «j itensite 
nre-sirain of 7 5 % Then the sample is unloaded, and aged at 1 00»C for 60 minutes. This is subjected to a tensile test 
tomSurfrtsyiS Sees Beforeoeing aged, the sample is subjected to the same tensile test. The difference between 
the deformation stress of the nonaged sample and the yield stress of the aged sample is obtained, arrithisi^tes 
the aging index of the sample. The aging index of the ^^^f 8 ^^^^^S 

In order that the steel sheet has high local deformation resistance and high high-temperature strength. Us aging index 

30 raoMT *oTS!!toJter*i. the hot-steel sheel of the invention based on the second technical idea has a metafto- 

ScstructoreS 

degree of elongation of 35 % or higher. For stable formation of drums, the ductility of the material for the drums is an 
imoortant factor. The steel sheet of the invention satisfies the level of elongation. 

3S [0063] Where drum manufacturers desire steel sheets having higher strength than ordinary ones, it is '^^nded 
mat the steel sheet of the invention is so controlled as to have a mean grain size of not larger than 7 prnby varying toe 
amount of C. Mn and Nb in the sheet and by varying the coiling temperature for the sheet -Jhedrurreoftoe htf -rolled 
steel sheet of the invention thus produced in that manner have higher room-temperature strength and higher h.gh-tem- 
perature Srength (concretely, at temperatures falling between 300 and 600° C) than those of any convenhonalsteel 

40 SS TSSlSSm do not leakihe contents even in the drop test at -40-C. The high-temperature strength as 

Seneo to^nereln^notaates the strength at a temperature tailing between 300 and 600-C. and includes the creep 
strength. Its value may be measured in any ordinary high-temperature tensile test (in which the cross head speed is 

ro064? 1 ThTtot-rdledrteel sheets of the invention and their production methods have been described hereinabove. 

« Soag with the characteristics of the sheets. The invention further encompasses cCd-rdled sheets, and their product.cn 

pSS? 8 *? product ^'toid-rolled sheets, the acid-washed, hot-rolled steel sheets mentioned hereinabove are fur- 
ther cold-rolled and then annealed, for example, in the manner mentioned below. 

so Cold-rolling step: 

[00661 » is recommended that the suitable thickness ol the hot-rolled sheet (hereinafter. ^^^^.^^ 
roned falls between 1.8 and 3.7 mm. As previously mentioned in the above, the aad-washmg condibo . tortoe hoWotled 
steel sheet fe not described herein. The cold-rolling reduction ratio preferably falls between 60 and 85%. The m.HscaJe- 
ss Sated L hoHolted steel sheet in which the thickness of the mill scale is 5 pm or smaller may be directly cold-rolled wrth- 
out being washed with acid. The cold-rolled steel sheet is then annealed. 
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Annealing step for cold-rolled steel sheet: 

[0067] The annealing is effected at a temperature not lower than the recrystallization temperature of the steel sheet. 

If the cold-rolled steel sheet is annealed at a temperature lower than the recrystallization temperature of the sheet, the 

5 metallographic structure of the annealed sheet will be a non-recrystallized or partially-recrystallized one. The sheet 
having such a non-recrystallized or partially-recrystallized structure has poor ductility though its strength is high. As a 
result, the sheet is often softened to a great extent at high temperatures, and. in addition, its quality is uneven in the 
rolling direction and also in the transverse direction. After all. the sheet is difficult to shape. For these reasons, in the 
invention, the annealing temperature at which the cold-rolled sheet is annealed is defined to be not lower than the 

io recrystallization temperature of the sheet For the sheet, so-called continuous annealing is employed. 

[0068] The heat cycle for the annealing may be any simple heating-cooling cycle After having been annealed, the 
sheet may be subjected to so-called overaging. for which the annealed sheet is gradually cooled or soaked for a while 
at a temperature falling between 400 and 450°C. Through the overaging, the quafity of the sheet does not change so 
much though the aging ability of the sheet will be lowered In some degree. Therefore, the annealing cycle for the sheet 

is of the invention may comprise overaging with no problem. 

[0069] After having been thus annealed, the cold-rolled steel sheet may be directly used for forming drums. However, 
in the invention, the annealed sheet may be optionally temper-rolled or surface-treated to further improve its quality. The 
temper-rolling step and the surface-treating step may be the same as those for the hot-rolled sheet mentioned herein- 
above, and the description of the steps is omitted herein. 
( v [0070] The cold-rolled sheet of the invention as obtained through the above-mentioned cold-rolling and annealing 

steps according to the first technical idea also has a solute N content of not smaller than 0.O01 0 % by weight and a high 
degree of elongation of not smaller than 35 % like the above-mentioned hot-rolled steel sheet Accordingly, drums made 

of the cold-rolled steel sheet are. after having been painted and baked, to have high room-temperature strength and 

high high-temperature strength as a result of the baking hardening treatment For this, the solute N content of the sheet 

25 is controlled depending on the combination of the total N content of the steel melt to be the sheet, the hot-rolling and 
cold-rolling conditions for the steel stab and the annealing conditions for the rolled sheet. 

[0071J The cold-rolled steel sheet has an aging index of at least 5 kgrf/mm 2 . The value of the aging index and the 
method for controlling it are the same as those mentioned hereinabove for the hot-rolled steel sheet, and the description 
of them is omitted herein. 

30 [0072] On the other hand, the cold-rolled steel sheet of the invention based on the second technical idea also has a 
fine and uniform metallographic structure having a mean grain size of not larger than 7 um and has a high degree of 
elongation of at least 35 %. like the hot-rolled sheet based on the same. Therefore, the drums made of the cold-rolled 

steel sheet also have high room-temperature strength and high high-temperature strength, Dke those made of the hot- 

rolled steel sheet. 

35 [0073] Next, the drum of the invention is further described hereinunder. For the drum composed of a body plate, a top 
board and a base board, any of the above-mentioned, mill scale-coated hot-rolled steel sheet, mill scale-free hot-rolled 
steel sheet, or cold-rolled steel sheet is used. Accordingly, the drum of the invention is thin and lightweight and its qual- 
ity is comparable to or better than the quality of any conventional drums. In this case, the steel sheet of the invention is 

used for all the body plate, the top board and the base board of the drum. However, it may be used for any of these, and 

> the drum of which any of the body plate, the top board and the base board is made of the steel sheet of the invention 
is within the scope of the invention. This is because drums have many applications, and it is unnecessary that all steel 
sheets of drums are to have any excessive characteristics. Where the steel sheet of the invention Is positioned in the 
necessary sites of drums, the drums may be well lightweight and the production costs for them may be reduced. 
Regarding the drum-forming technique including forming, working, welding and surface-treating operations, any con- 
45 ventional ones are employable herein. 

(Examples) 

[0074] First. Examples of the steel sheet of the invention based on the first technical idea are described below. 

60 

(Example 1) 

[0075] Steel melts having the chemical composition shown in Table 1 were prepared in a converter, and these were 

cast in a continuous casting manner to produce a large number of steel slabs having a thickness of 260 mm. The steel 

£5 slabs were hot-rolled. 0.5 to 1 .5 seconds after the finish oi the rolling, the rolled sheets were cooled with water, or with- 
out being cooled with water, they were coiled. Thus were produced hot-rolled steel sheets having a thickness of 1 .22 
mm. Next, the hot-rolled steel sheets were temper-rolled. The final hot-rolled steel sheets thus produced had a thick- 
ness of 1.20 mm. The hot-rolling condition and the coiling temperature are shown in Table 2. Steel D in Table 1 conre- 
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soonds to a conventional sheet for drums. The underlined data for the elements in Table 1 and the underlined steel 
samples in Table 2 are "outside the scope of the invention", and the same shall apply to all Examples given here.nur.der. 
[0076] The tensile characteristics (tensile strength at room temperature (25°C) and at 600 o C). and the aging index of 
each hot-rolled sheet were measured. The data thus measured are all shown in Table 2. 



Table 1 



| ■ " " (wt%) 


Code 


C 


Si 


Mn 


P 


s 


Al 


N 


Remarks 


A 


0.035 


0.01 


0.15 


0.010 


0.006 


0.035 


0.011O 


Sample of the Invention 


B 


0.025 


0.01 


0.25 


0.005 


0.005 


0.045 


0.0065 


Sample of the Invention 


C 


0.075 


0.01 


0.10 


0.006 


0.008 


0.045 


0.0055 


Sample of the Invention 


D 


0.050 


0.01 


0.20 


0.011 


0.007 


0.048 


0.0015 


Conventional Sample 


E 


0.150 


0.01 


0.10 


0.013 


0.009 


0.045 


0.0065 


Comparative Sample 


F 


0.040 


0.50 


0.10 


0.013 


0.009 


0.050 


0.0075 


Comparative Sample 


G 


0.035 


0.01 


15Q 


0.013 


0.009 


0.050 


0.0085 


Comparative Sample 
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Mechanical Characteristics or Steel Sheet 
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43.0 
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[0077] From Table 2, it is known that the hot-rolled steel sheets of the invention (Nos. 1-1 to 1-4) have a degree of 
elongation of higher than 39 %, and their tensile strength at room temperature (25*C) and even high-temperature 
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strength at 600°C both increased without their ductility decreasing. In addition, these hot-rolled steel sheets have an 
aging index of higher than 5 kgf/mm 2 , and their aging ability is higher than that of the conventional sample (No. 1-5). 
[0078] Next, these hot-rolled steel sheets were formed into top boards and base boards for drums through pressing, 
which were lids and bottoms of drums. A body plate of each sheet was formed into cylindrical bodies through bending, 
and the both ends were welded together through seaming to produce bodies of drums. The top board and the base 
board were bonded to the both ends of the body through "seaming*. Thus were produced closed-type, 200-liter drums. 
The outer surface of each drum was painted with an epoxy-based paint, and the inner surface thereof was not proc- 
essed, or that it, It was left to have mill scale formed thereon. The coated paint was baked at 170°C. 
[0079] While being formed into the drums, the hot-rolled steel sheets were checked for their bending workability and 

weldability. on the basis of which the sheets were qualitatively evaluated for their drum-formability. The drums thus 

formed were filled with water, and dropped down from a height of 1.2 meters, whereupon the drums were observed as 

to whether or not they leaked water and how much they were deformed (drop test). In the drop test, the degree of defor- 
mation was represented by a relative value based on the degree of deformation of the sample of Steel D (No. 1-5) of 
being 1 .00. On the other hand, each sheet was formed into so-called open-type drums, which were subjected to a recy- 
cle test. Precisely, each open-type drum was repeatedly exposed to a simulated cycle of "high-temperature heating (for 
incinerating the remaining contents) -+ shot-Wasting -> cooling". In the cycle, steel shot (steel balls) were used for the 
shot-blasting, and the blasting condition was the same for all drums. After each cycle, the degree of deformation of each 
drum was measured, and the number of cycles repeated for each drum was counted before the drum was judged no 
more usable from the measured degree of deformation, and this indicates the number of recycled times before useiess- 
ness. The data of the drums thus measured in those tests are all shown in Table 2, in the column of mechanical char- 
acteristics of drum. 

[0080] From Table 2, it is known that the hot-rolled steel sheets of the invention all have good drum-formability, and 

the drums of the sheets did not leak water in the drop test. In addition, it is also known therefrom that, in the drop test. 

the degree of deformation of the drums of the invention was lower than that of the conventional drum; and this means 

that the mechanical strength of the drums of the invention is high. It is further known that, in the recycle test, the recy- 
cled times before uselessness of the drums of the invention are larger than those of the conventional drum. 
[0081 J Moreover, the hot-rolled steel sheets of the invention well hardened in spontaneous aging at room temperature 
for about 1 day, even when they were not subjected to artificial, accelerated aging treatment for example, to aging by 
post-baking. In addition, even when the condition for the "post-baking after painted* els applied to the drums of the steel 
sheets of the invention was varied delicately, the steel sheets were not sensitive to the variation, and the drums had sta- 
ble mechanical strength. Specifically, when the drums were kept at a temperature of about 100°C or more for only 10 
minutes or so. their mechanical strength was comparable to or higher than that of conventional drums. At present, from 
the viewpoint of energy-saving in the art, lowered baking temperatures are desired. The drums of the hot-rolled steel 
sheets of the invention shall have satisfactorily high mechanical strength even when they are baked at such low tem- 
peratures. 

(Example 2) 

[0082] A large number of steel slabs were prepared, which had a basic chemical composition of 0.041 wt% C - 0.005 

wt.% Si - 0.1 5 wt.% Mn - 0.009 wt.% P - 0.005 wL% S - 0.039 wt.% Al and of which the N content was varied within the 
range of from 0.0020 to 0.01 42 % by weight as in Table 3. These steel slabs were hot-rolled, then cooled with water and 
coiled. The rolling condition and the coiling temperature are shown in Table 3. 

[0083] The reheating condition for the steel slabs to be hot-rolled and the finishing delivery temperature of the hot- 
rolled steel sheets were varied so as to vary the solute N content of the hot-rolled steeJ sheets. All these hot-rolled steel 
sheets were temper-rolled, and finally they had a thickness of 0.8 mm These hot-rolled steel sheets were formed into 
closed-type, 200-liter drums in the same manner as in Example 1 . The outer surface of each drum was coated with a 
melamine-based resin. After having been coated, the drums were baked at 200°C. The inner surface of each drum was 
not processed, or that it, it was left to have mill scale formed thereon. 

[0084] At room temperature (25°C) or at 300°C, an external concentrated load was applied to each drum to make it 
have compression stress in its aYcumferential direction, whereupon the degree of deformation of each drum was meas- 
ured. The data obtained are all shown in Table 3. 
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[0085] From Table 3, it is known that the degree of deformation of the drums of the steel sheets of the invention (Nos. 
2-1 to 2-7) that were loaded at room temperature or a high temperature is extremely low at both temperatures. In addi- 
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tion, the inner pressure of each drum was increased by applying a water pressure to the drum inside, and the degree 

of deformation of the drums was measured. In this test it was confirmed that the degree of deformation of the drums 
of the invention was smaller than that of the conventional drums in some degree, though the difference in the deforma- 
tion degree in this test was not so clear as in the previous test in which the externa] compression stress load was 
applied to the drums outside. The data in these tests mean that the drums of the steel sheets of the invention have high 
mechanical strength against both inner pressure and external pressure. 

(Example 3) 

[0086] Steel melts having the chemical composition shown in Table 4 were cast in the same manner as above to pro- 
duce a large number of steel slabs having a thickness of 200 mm. Trie steel slabs were hot-rolled. 0.5 to 1 .5 seconds 

after the finish rolling, the rolled sheets were cooled with water, and then coiled. Thus were produced hot-rolled steel 

sheets having a thickness of 1 .22 mm. Next, the hot-rolled steel sheets were washed with acid, and then temper-rolled. 

The final hot-rolled steel sheets thus produced had a thickness of 1 .2 mm, and they had no mill scale on their surface. 
The rolling condition and the coiling temperature are shown in Table 5. 

[0087] The tensile characteristics and the aging index of each hot-rolled sheet were measured in the same manner 
as in Example 1. The data thus measured are all shown in Table 5. 



Table 4 



(wt.%) 


Code 


C 


Si 


Mn 


P 


S 


Al 


N 


Remarks 


H 


0.035 


0.01 


0.10 


0.009 


0.005 


0.040 


0.0120 


Sample of the Invention 


I ; 


0.040 


0.01 


0.17 


0.005 


0.005 


0.051 


0.0092 


Sample of the Invention 
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[0088] TTiese steel sheets (Nos. 3-1 and 3-2) have a degree of elongation of higfier than 35 %, and their tensile 

strength at room temperature (25°C) and even high-temperature strength at 450°C both increased without their ductility 

decreasing. In addition, it is known that these steel sheets have an aging index of higher than 5 kgMnm 2 , and their aging 



19 



EP 0 943 696 A1 



ability is higher than that of the above-mentioned conventional sample (No. 1-5) (see Table 2). 
[0089] Next, these steel sheets were formed into closed-type, 200-liter drums in the same manner as above. The 
drums were coated with a melamine-based resin on their outer surface, but their inner surface was not processed, or 
that is, it was left to have mill scale formed thereon. The thus-coated drums were "post-baked at 180°C\ While being 

5 formed into the drums, the steel sheets were checked for their bending workability and voidability, on the basis of which 
the sheets were qualitatively evaluated for their drum-formabilrty. In addition, the drums were subjected to the drop test 
and the recycle test as in Example 1. . 
[0090] The data of the drums thus measured in those tests are all shown in Table 5 in the column of mechanical char- 
acteristics of drum. From Table 5. it is known that the steel sheets of the invention all have good drum-formability. and 

10 the drums of the sheets did not leak water in the drop test. In addition, it is also known therefrom that, in the drop test, 
the degree of deformation of the drums of the invention was lower than that of the conventional drum, and this means 
that the mechanical strength of the drums of the Invention is high. It is obvious that, in the recycle test, the recycled 
times before uselessness of the drums of the invention are larger than those of the conventional drum. This further sup- 
ports the increased mechanical strength of the drums of the invention. 

15 

(Example 4) 

[0091] From steel melts having the chemical composition shown in Table 6, produced were a large number of steel 

slabs having a thickness of 260 mm. The steel stabs were hot-rolled. 0.1 to 1.5 seconds after the finish rolDng. the rolled 

20 sheets were cooled with water, and then coiled. Thus were produced hot-rolled steel sheets. Next, the hot-rolled steel 

sheets were washed with acid, and then cold-rolled. The cold-rolled steel sheets had a thickness of 1.21 mm. These 
were annealed in a continuous annealing manner, and temper-rolled. The final sheets had a thickness of 1 .2 mm. The 
rolling conditions, the coiling temperature and the annealing condition are shown in Table 7. 

[0092] The tensile characteristics (tensile strength at room temperature (25°C) and at 500°C; for the tensile strength 
25 at 500°C. obtained was the 0.5 % deformation stress at 500°C) and the aging index of each cold-rolled sheet were 
measured in the same manner as above. The data thus measured are all shown in Table 8. 
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[0093] From Table 8. It is known that the steel sheets of the invention (Codes J to L) have a degree of elongation of 
higher than 40 %. and their tensile strength at room temperature (25°C) and even high-temperature strength at 500°C 
both increased without their ductility decreasing. In addition, it is also known therefrom that the steel sheets of the inven- 
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tion have an aging index of higher than 5 kgrf/mm 2 . and their aging ability Is higher than that of the conventional sample 

(Code M). The comparative samples (Codes N to P). of which the chemical composition is outside the scope of the 

invention, have a low degree of elongation, and their ductility is poor. 

[0094] Next these steel sheets were formed into closed-type, 200-liter drums. The drums were painted with a mela- 
5 mine-based paint on their outer surface, and their inner surface was chemically processed with zinc phosphate. The 
thus-painted drums were "post-baked at 180°C". While being formed into the drums, the steel sheets were checked for 
their workability and weldabilrty, on the basis of which the sheets were qualitatively evaluated for their drum-fbrmability. 
[0095] In addition, the drums were subjected to the "drop test" and the "recycle test" as in Example 1. 
[0096] The data in those tests are all shown in Table 8 in the column of mechanical characteristics of drum 

10 [0097] As in Table 8, it is obvious that the steel sheets of the invention all have good drum-formabiiity, and the drums 

of the sheets did not leak water in the drop test In addition, it is also obvious that in the drop test, the degree of defor- 
mation of the drums of the invention was lower than that of the conventional drum, and this means that the mechanical 
strength of the drums of the invention is high. In the recycle test in which open-type drums that had been produced in 

the same manner as above were tested, the recycled times before uselessness of the drums of the Invention are larger 
15 than those of the conventional drum. This further supports the surely increased mechanical strength of the drums of the 
invention. 

[0098] Next, the drums were, without being baked, directly subjected to the "drop test"; or, after having been baked, 
they were subjected to the "drop test". The degree of deformation of the baked drums was compared with that of the 
non-baked ones. As a result, the decrease in the degree of deformation of the conventional, baked drum was at most 
v 3 % or so, but the decrease in the degree of deformation of the baked drums of the invention was about 20 % or so. 
Thus, the deformation resistance of the baked drums of the invention significantly increased in the drop test This 
means that the steel sheets of the invention have excellent bake-hardening ability, and the mechanical strength of the 
drums of the invention is greatly increased due to the bake-hardening ability of the sheets. 

[0099] Moreover, the steel sheets of the invention well hardened in spontaneous aging at room temperature for about 
25 1 day. even when they were not subjected to the above-mentioned "accelerated aging treatment" after having been 

formed into drums. It was confirmed that the increase in the strength of the spontaneously-aged sheets of the invention 

was at least 80 % of the increase in the strength of the sheets that had been completely aged through post-baking. In 

addition, the steel sheets are not so much sensitive to the delicate variation in the condition for "post-baking", and the 

drums of the steel sheets all the time have stable mechanical strength. 
30 [0100] Furthermore, when the drums of the steel sheets of the invention are heated at about 100°C or higher for a 

few minutes, the strength of the drums con be at least 95 % of the strength of completely-aged drums (concretely, aged 

at 210°C for 20 minutes). Even if the heating temperature is elevated further more, the change in the strength is small. 

Accordingly, it is understood that, when the drums of the steel sheets of the invention are heated at 100°C or higher for 

post-baking (though the temperature will be unsatisfactory for post-baking), they well ensure the intended high mechan- 
35 icai strength. Even though the temperature in the production process for the drums of the invention varies, the drums 

produced stably ensure the high mechanical strength. 

[0101] However, the drums of conventional steel sheets could not satisfactorily ensure high mechanical strength, 
when baked at such a low temperature for such a short period of time. It appears that the conventional drums indispen- 
sably require baking at 1 70°C +/- 1 0°C for 20 minutes. 
> [01 02] The drums of the steel sheets of the invention were filled with oil, and subjected to a drop test at a low temper- 
ature of -40°C (hereinafter, low-temperature drop test). In the test the drums gave the same results as those in the 
room-temperature drop test 

(Example 5) 

45 

[0103] In the same wanner as previously, a large number of steel slabs were prepared, which had a basic chemical 

composition of 0.035 wt.% C - 0.01 wt% Si - 0.35 wt.% Mn - 0.008 wt% P - 0.005 wt% S - 0.035 wt.% Al and of which 
the N content was varied within the range of from 0.0020 to 0.0150 % by weight as in Table 9. These steel slabs were 
hot-rolled, then cooled with water and coiled to give hot-rolled steal sheets. In this process, the reheating condition, the 
so hot-rolling condition and the finish-rolling condition were varied so as to vary the solute N content of the final products, 
cold-roiled steel sheets. Next, these hot-rolled steel sheets were washed with acid, then cold-rolled, annealed in a con- 
tinuous annealing manner (the soaking time was 40 seconds and kept constant), and temper-rolled in that order. The 
thickness of the final sheets was 1.0 mm. The rolling conditions, the coiling temperature and the annealing condition 
are shown in Table 9. 

ss [0104] These cold-rolled steel sheets were formed into closed-type, 200-liter drums in the same manner as above. 

The outer surface of each drum was painted with a melamine paint, and the inner surface thereof was chemically proc- 
essed with zinc phosphate. After having been painted, the drums were baked at 150°C. 

[0105] At room temperature (25°C) or at 300°C, an external concentrated load was applied to each drum to make it 
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have compression stress in its circumferential direction, whereupon the degree of deformation of each drum was meas- 
ured. In addition, the drums were subjected to the recycle test as in Example 4. 
[01 06] The data measured and the test results are all shown in Table 9. 
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[01 07] From Table 9 f it is known that the degree of deformation of the drums of the steel sheets of the invention (Nos. 
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5-1 to 5-7) that were loaded at room temperature or a high temperature is extremely low at both temperatures as com- 
pared with that of the comparative drums. In the drum recycle test, the recycled times before uselessness of the drums 
of the invention were much larger than those of the comparative drums. 

[0108] In addition, the inner pressure of each drum was increased, and the degree of deformation of the ^™ was 
5 measured In this test, it was confirmed that the degree of deformation of the drums of the mvenfton wassmaller than 
thaToflhe conventional drums in some degree, though the difference in the deformation degree .n this est was not so 
Saras^^ 

on toeir use. drums are often filled with hot contents (at about 70°C or so), and are c osed before the hot contorts 

there?, are not still completely cooled. In that case, the drums shall have a negative inner pressure wtule they are 

„ led H L drums in that case do not have good mechanical strength, they may buckle up under afmosphenc pres- 
^1 «; Ipn wh^ small compression stress is applied thereto. The mechanical strength of the drums of the steel 
ofTe ^nt SSXSS* thanTat of the drums of convent, steel. Therefore even , when ^ed 
wiih contents at higher temperatures or under more disadvantageous conditions, the drums of the steel sheets of the 
SemtonSd? Ke uT/icording«y, it is believed that the drums of the invention may be filled with contents m a 
is more efficient manner and their shape is hardly deformed under atmospheric pressure. 

SSfl I Therefore, when the hot-roned steel sheets and the cold-rolled steel sheets based on the f irs technical rfea 
,lrL~J^L^ on which has a degree of elongation of at least 35 % and a solute N content of at least 0.0010 % 

meThantaal length at room temperature and even at high temperatures. As a result, it is ejected that the number of 
20 recycled times before uselessness of the drums of the invention increase. 

[0110] Next described are Examples of the steel sheet of the invention based on the second techn,cal idea. 



25 



30 



35 



40 



45 



(Example 6) 

[01 1 1] in the same manner as above, a large number of steel slabs having a thickness of 260 rnmwerepr^ared from 
Ltefii melts havino the chemical composition shown in Table 10. These steel slabs were hot-rolled, cooled, and then 
Sed^ne hS.ed s^sSe^f optionally temper-rolled, and finally had a thickness of 2.4 mm. The coohng 
^ . w Q ii hM rniiaH «fo*J sheets in Examples to be mentioned below was 60°C/sec. 

SSfi t£ SSSS she£ werfvSshed with acid, and then co.d-ro.led under the condition ^ownlnTaWeJ 1 
Th« ^H-rnlled steel sheets were then annealed in a continuous annealing manner and temper-rolled, and finally had 
USSSSHS- i5 mm ^rdTi Conditions, the coiling temperature and the annealing condition are shown in Table 

rail3] The mean grain size of the grains constituting the cold-rolled steel sheets, and also the tensile characteristics 
{tensile strength at room feature and 600'C). the bending characteristics and the repeated bending charactenst.es 

of the sheets were measured. ,_.„,-_ actk/j™^ 

f 011 41 The mean grain size was represented in terms of the nominal gram size as stipulated .n ASTM (Amencan Soc- 

S for TestingTMaSals) Method E1 12-82. For this, a sample of a steel sheet to be tested was prepared fromjts cross 

seX as SlnTe direction vertical to the ro..ing direction, and its picture was taken through 

microscopic observation. Based on the picture, the mean grain size of the grains constituting tie stee sheetwas 

obS F«Tme tensi.e characteristics, used were test pieces of J.S No. 5 as prepared from a ste*. srieet to be 

tested and the machine direction of each test piece was to be the circumferential direction of the drums to be made of 

5? XeTsheet For the high-temperature tensi.e strength at 60O-C. test pieces were subjected to an ordinary h.gh-tem- 

perature tensile test generally known in the art The bending characteristics and the repeated bending characteristics 

ar^ mea^S tor^e purpose of evaluating the -seamability- of steel sheets. For those, bend.ng test p.eces were pre- 
pared from each steel sheet to be tested by cutting the sheet in the direction vertical totheroffi ng *«^on. i Rested 
foTcontact bendability and contact reboundability. In the test, each test piece was checked as to whether or not it was 
broken. (In Table 1 1 . "O* indicates that the sample was not broken, and "X" indicates that the sample was broken.) 
[01 1 5] The test data are all shown in Table 1 1 . 
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Table 10 







(wt.%) 


No. 


C 


Si 


Mn 


P 


S 


Al 


N 


Nb 


Ti 


Remarks 


Q 


0.042 


0.01 


0.15 


0.010 


0.007 


0.035 


0.0023 


0.008 


<0.002 


Sample of the Invention 


R 


0.025 


0.01 


0.25 


0.005 


0.002 


0.045 


0.0018 


0.015 


<0.002 


Sample of the Invention 
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Table 10 (continued) 



(wt%) 


No. 


C 


Si 


Mn 


p 


S 


Al 


N 


Nb 


Tl 


Remarks 


S 


0.055 


0.01 


0.10 


0.006 


0.006 


0.045 


0.0015 


0.025 


0.011 


Sample of the Invention 


I j 


0.040 


0.01 


0.10 


0.011 


0.007 


0.038 
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<0.002 


<0.002 


Conven. Sample 
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[01 16] The data in Table 1 1 indicate that the cold-rolled steel sheets of the invention (Nos. 6-1 to 6-4) have a mean 

grain size of smaller than 7 urn and have a degree of elongation of 41 % or higher, and their tensile strength at room 

temperature (25°C) and even high-temperature strength at 600 e C both increased without their ductility decreasing, as 
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compared with the Nb-free, cold-rolled steel sheet (conventional sample). In addition, the cold-rolled steel sheets of the 
invention had good bending characteristics, and were well seamed with no problem. 

[0117] Next, these cold-rolled steel sheets were formed into closed-type, 200-liter drums in the same manner as 
above. The drums were painted in an ordinary manner with an epoxy-based paint on their outer surface, and their inner 

5 surface was chemically processed with zinc phosphate. While being formed into the drums, the cold-rolled steel sheets 
were checked for their bending workability, shape freezabOity (the ability to retain the shaped form) and wettability, on 
the basis of which the sheets were qualitatively evaluated for their drum-formability. In order to check the drums for their 
mechanical strength characteristics, the empty drums were compressed in the axia! direction and in the circumferential 
direction. In this test, the load as applied to each empty drum until the drum macroscopically buckled up under com- 

io pression was measured, and the thus measured load indicates the buckling load to the drum. In addition, the drums 
were subjected to the low-temperature drop test in the same manner as above. In the drop test the degree of deforma- 
tion was represented by a relative value based on the degree of deformation of the conventional drum (made of the 
steel sheet of No. 6-5) of being 1.00. It has been confirmed that all drums that passed the low-temperature drop test 
carried out herein all the time pass the drop test as stipulated in J IS in which drums are dropped from a height of 1 .8 

is meters at room temperature. Therefore, the drums produced herein were not subjected to the room-temperature drop 
test of JIS. 

[01 18] The test data are all shown in Table 1 1 in the column of mechanical characteristics of drum. 

[0119] From Table 1 1, it is obvious that the cold-rolled steel sheets of the invention (Nos. 6-1 to 6-4) all have good 

drum-formability, and the buckling load to them as tested in the strength characteristic test is higher than that to the con- 

20 ventional steel sheet, in addition, it is known that, in the low-temperature drop test for the drums, the degree of defor- 
mation of the drums of the invention was lower than that of the conventional drum (this was made of the steel sheet of 
No. 6-5), and this means that the mechanical strength of the drums of the invention is high. In addition, in the low-tem- 
perature drop test, the drums of the invention did not leak liquid while having high mechanical strength, and they 
ensured safe storage of the contents therein. This suggests that the sheets of the invention all the time ensure reliable 

25 seamability irrespective of seaming modes, 

(Example 7) 

[0120] A large number of steel slabs were prepared from steel melts having a composition of 0.035 wt.% C - 0.01 

30 wt.% Si - 0.25 wt % Mn - 0.006 wt.% P - 0.005 wt% S - 0.0030 wt.% N - 0.035 wt.% A! - 0.01 5 wt.% Nb with the balance 

of Fe and inevitable impurities. These steel slabs were hot-rolled, cooled with water, and then coiled. The hot-roiled 
steel sheets thus produced had a thickness falling between 2.5 and 3.4 mm. Next, these hot- rolled steel sheets were 

washed with acid, then cold-rolled and annealed in a continuous annealing manner. The resulting cold-rolled steel 

sheets were washed with acid, and temper-rolled. Finally, the cold-rolled steel sheets had a thickness of 1 .0 mm (Nos. 

35 7-1 to 7-7). During the continuous annealing, the temperature in the overaging zone in the annealing furnace was not 
higher than 350°C. In other words, the sheets were not substantially overaged. The rolling conditions, the coiling tem- 
perature and the annealing condition are shown in Table 12. 

[0121] Apart from the above, another steel slab was prepared, which had a composition of 0.035 wt% C - 0.01 wt% 
Si - 0.25 wt % Mn - 0.006 wt.% P - 0.005 wt.% S - 0.0020 wt.% N - 0.035 wt.% Al - 0.005 wt% Nb with the balance of 
40 Fe and inevitable impurities. This was rolled and processed in the manner mentioned below to produce a comparative 
steel sheet. 

[0122] For the comparative steel sheet, the slab was hot-rolled, cooled with water and coiled. The resulting hot-rolled 
steel sheet (No. 7-8) having a thickness of 2.6 mm was washed with acid, and cold-rolled. The cold-rolled steel sheet 
had a thickness of 1.0 mm. This was soaked at 700°C for 40 seconds for annealing, then cooled at a cooling speed of 
45 50°C/sec, and thereafter overaged at 400°C for 60 seconds. 

[0123] These cold-rolled steel sheets were formed into closed-type, 200-liter drums in the same manner as above. In 

this process, the sheets were checked for their drum-formability. The outer surface of each drum was painted with an 
epoxy-based paint, and the inner surface thereof was chemically processed. At room temperature (15°C), an external 
concentrated load was applied to each drum to make it have compression stress in its circumferential direction, where- 

so upon the degree of deformation of each drum was measured. The data obtained are all shown in Table 12. 
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[01 24] From Tabl e 1 2. it is known that the degree of deformation of the drums of the steel sheets of the invention (Nos. 
7-1 to 7-7) which were loaded is significantly lower than that of the comparative drum (No 7-8). Thus, the drums of the 
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invention have high mechanical strength. Like in Example 6, the drums were subjected to the "low-temperature drop 
test", in which the drums of the invention did not leak liquid. In addition, the inner pressure of each drum was increased, 
and the degree ot deformation of the drums was measured. In this test, it was confirmed that the degree of deformation 
of the drums of the invention was smaller than that of the comparative drum in some degree, though the difference in 
5 the deformation degree in this test was not so clear as in the previous test in which the external compression stress load 
was applied to the drums outside. 

(Example 8) 

10 [0125] In the same manner as above, a large number of steel slabs were prepared from steel melts having the chem- 
ical composition shown in Table 13. These steel slabs were hot-rolled, cooled with water, or without being cooled, and 
coiled, The resulting hot-rolled steel sheets had a thickness falling between 2.9 and 3.4 mm. These hot-rolled steel 
sheets were washed with acid, and then cold-rolled. The resulting cold-rolled steel sheets were annealed In a continu- 
ous annealing manner, and then temper-rolled. Finally, the cold-rolled steel sheets had a thickness of 1.0 mm. In the 

is continuous annealing, the sheets were not overaged. The rolling conditions, the coiling temperature, the annealing con- 
dition and the temper-rolling condition are shown in Table 14. 

[0126] The cold-rolled steel sheets were formed into body plates and top boards for drums. The body plates were 
formed into cylindrical bodies through bending, and the both ends were welded through seaming. In order to optimize 
the seam-welding condition for the drum bodies, the primary current for welding was varied on the basis of the standard 
o welding condition for conventional low-carbon alumirium-kflled steel sheets (thickness: 1.0 mm). Precisely, for the 

standard welding condition, the primary current for welding is 220 A. the welding speed is 1 5 m/min, the electrode pres- 
sure to be controlled by the cylinder pressure is 530 kgf (this corresponds to the cylinder pressure of 3.0 kgf/cm 2 ). Next, 

according to an ordinary drum-forming process, the ends of the drum bodies were worked to form flanges or rings 

therearound through flange-shaping or expand-shaping. whereupon the body plates were checked for cracks or other 
25 defects, if any. In that manner, the suitable welding current range was determined. For seam-welding the drum bodies. 

a welding current falling within the thus-determined suitable range was applied to them. The closed-type drums thus 

produced herein had a capacity of 200 liters, for which both the top board and the base board were double-seamed. 

The drums were subjected to a body compression test (in which static compression was applied to each drum in the 

axial direction), and the static collapse strength of each drum was measured. 
30 [01 27] The data obtained are all shown in Table 1 4 along with the mean grain size of the grains in each steel sheet 

and other mechanical characteristics of the sheets and the drums. 
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[0128] From Table 14, it is known that the steel sheets of the invention (Nos. 8-1 to 8-3) are weldable within the same 

current range as that within which the conventional steel sheet is weldable. though having higher mechanical strength 

than the conventional one, and that the drum-formability of the steel sheets of the invention is all good. In addition, it is 
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also known that the sialic collapse strength of the drums of the steel sheets of the invention is higher than that of the 
exertional drum. This corresponds to the high mechanical strength of the steel sheets of the invention. Accordingly; 
tttefanwn that the drums made of the cold-rolled steel sheets of the invention have increased mechan.cal strength 
without their wettability decreasing. 
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(Example 9) 

[01291 In the same manner as above, a large number of steel slabs having e thickness of 260 mm were prepared from 
steel melts having the chemical composition shown in Table 15. These steel slabs ^re howled coded ar* then 
coiled The hot-rolled steel sheets had a thickness of 1.22 mm. These were optionally washed with acd and temper- 
roDed and finally had a thickness of 1.20 mm. The rolling condition and the coiling condition are shown in TaWe 16. 
^^TlSm«SffSn size of the grains in those hot-rolled steel sheets, and also the tensile charactenst.es (tensrte 
strength at room temperature (SS'C) and at 600° C), the bending characteristics and the repeated bending characterls- 

31]* Tht^grain SJwfs measured in the same manner as above, on the optical micrc^ic pictures and the 
electronic microscopic pictures of the sheets. Also on the same pictures, the thickness of the mill scate formed on each 
she* was USSSi The methods for measuring the tensile characteristics, the tensile strength at 600«>C. the bendmg 
characteristics and the repeated bending charaderistics were the same as those mentioned above. 
S^^.?eS^J^r«wi. in Ta^le 16. in which the conventional sample is the same as the convenfonal steel 

sheet (No. 6-5) in Table 1 1 in Example 6. 
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[0133] The steel sheets of the invention (Nos. 9-1 to 9-4) have a mean grain size of smaller than 10 nm and have a 
degree of elongation of 38 % or higher. In addition, their tensile strength at room temperature (25°C) and even high- 
temperature strength at 600°C both increased without their ductility decreasing, as compared with the conventional 
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steel sheet (No. 6-5). Moreover, the steel sheets of the invention had good bending characteristics. 

[0134] Next these steel sheets were formed into closed-type. 200-liter drums in the same manner as above. The 

drums were painted with an epoxy-based paint on their outer surface, and their inner surface was chemically processed 

with zinc phosphate. While being formed into the drums, the steel sheets were checked for their bending workability. 

shape freezattlity and wettability, on the basis of which the sheets were qualitatively evaluated for their drum-formabil- 
ity. In order to check the drums for their mechanical strength characteristics, the empty drums were compressed in the 
axial direction and in the circumferential direction. In this test, the load as applied to each empty drum until the drum 
macroscopically buckled up under compression was measured, and the thus measured load indicates the buckling load 
to the drum. In addition, the drums were subjected to the low-temperature drop test". 
[0135] The test data are all shown In Table 16 in the column erf mechanical characteristics of drum. 
[01 36] From Table 1 6, it is obvious that the steel sheets of the invention all have good drum-formability. and the buck- 
ling load to them as tested in the strength characteristic test is higher than that to the conventional steel sheet. In addi- 
tion, it is also obvious that. In the low-temperature drop test for the drums, the degree of deformation of the drums of 
the invention was lower than that of the conventional drum. Moreover, it Is further obvious that, In the low-temperature 
drop test, the drums of the invention did not leak liquid, and they ensured safe storage of the contents therein. This indi- 
cates that the sheets of the invention all the time ensure reliable seamability. Specifically, the steel sheets of the inven- 
tion can be well seamed, irrespective of the seaming modes of double-seaming or triple-seaming and even under 
severe conditions at low temperatures, and the seamed parts of the sheets are all the time reliable. 

(Example 10) 

[01 37] In the same manner as above, a large number of steel slabs were prepared from steel melts having a compo- 
sition of 0.032 wt% C - 0.01 wt% Si - 0.1 5 wt.% Mn - 0.003 wt.% P - 0.004 wt.% S - 0.045 wt% Al - 0.01 7 wt.% Nb - 

0.0021 wt.% N with the balance of Fe and inevitable impurities. The steel slate were hot-rolled, cooled with water, and 
coiled. The resulting hot-rolled steel sheets were washed with acid and then temper-roiled. Finally, the hot-rolled steel 
sheets had a thickness of 1 .2 mm. The rolling condition and the coiling temperature are shown in Table 17. 
[0138] Also in the same manner as above, the hot-rolled steel sheets were formed into closed-type, 200-liter drums, 
while they were checked for their drum-formability. The outer surface of each drum was painted with an epoxy-based 
paint. At room temperature (1 5°C), an external concentrated load was applied to each drum to make it have compres- 
sion stress in its circumferential direction, whereupon the degree of deformation of each drum was measured. The data 
obtained are all shown in Table 17. 
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[01 39] From Tabl e 1 7. it is known that the degree of deformation of the drums of the steel sheets of the invention (Nos. 
10-1 to 1 0-7) that were loaded at room temperature or a high temperature is extremely low at both temperatures. Con- 
trary to this, the degree of deformation of the drum of the comparative steel sheet (No. 1 0-8) which was loaded is great. 
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In addition, the inner pressure of each drum was increased, and the degree of deformation of the drums was measured. 
In this test, it was confirmed that the degree of deformation of the drums of the invention was smaller than that of the 
comparative drum in some degree, though the difference in the deformation degree in this test was not so clear as in 
the previous test in which the external compression stress load was applied to the drums outside. 

5 

(Example 11) 

[0140] In the same manner as above, a large number of steel slabs were prepared from steel melts having the chem- 
ical composition shown in Table 18. These steel slabs were hot-rolled, cooled with water, and coiled. The resulting hot- 
10 rolled steel sheets were washed with acid, and then optionally temper-rolled. Finally, the hot-rolled steel sheets had a 
thickness of 1 .0 mm and had no mill scale. (These sheets are scale-free ones.) 

[0141J Apart from the above, a large number of steel slabs were prepared from a steel melt having a composition of 

0.035 wt% C - 0.01 wt-% Si - 0. 18 wt% Mn - 0.006 wt.% P - 0.005 wt% S - 0.045 wt% Al - 0.0021 wt% N with the 

balance of Fe and inevitable impurities (this is steel A9 in Table 18). These steel slabs were hot-rolled, washed with 
y5 water, and coiled. The resulting hot-rolled steel sheets were washed with acid, and some of them were temper-rolled. 
As a result, obtained were cold-rolled steel sheets all having the same thickness of 1 .0 mm. A slab of steel A9 was hot- 
rolled to give a hot-rolled steel sheet having a thickness of 2.9 mm and then cold-rolled to give a cold-rolled steel sheet 
having a thickness of 1.0 mm. The cold-rolled steel sheet was annealed, and this is a conventional cold-rolled steel 
sheet (No. 11-6). During the annealing, the sheet was soaked at 690°C for 40 seconds, and then cooled at a cooling 
20 speed of 30°C/second. It was not substantially overaged. The rolling conditions, the coiling temperature and the tem- 
per-rolling condition for the steel sheets produced herein are all shown in Table 19. 

[0142] The hot-rolled steel sheets and the cold-rolled steel sheets were formed into body plates and top boards for 
drums. The body plates were formed into cylindrical bodies through bending, and the both ends were welded through 
seaming. In order to optimize the seam-welding condition for the drum bodies, the suitable welding current range for the 
25 body plates was determined in the same manner as in Example 8. Within the thus-determined current range, formed 
were closed-type. 200-liter drums. The drums were subjected to a body compression test (in which static compression 
was appBed to each drum in the axial direction), and the static collapse strength of each drum was measured. The data 

obtained are all shown in Table 1 9 along with the mean grain size of the grains in each steel sheet and other mechanical 

characteristics of the sheets and the drums. 
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Sample of the Invention 
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[0143] From Table 19. rt is known that the weldable current range (the uppermost and lowermost limits may vary) for 
the steel sheets of the invention is comparable to that for the conventional steel sheet though the mechanical strength 
of the sheets of the invention is higher than that of the conventional sheet, and that both the drunvformability and the 
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wettability of the sheets of the invention are good. In addition, the static collapse strength of the drums of the invention 
is higher than that of the conventional drum, and this corresponds to the mechanical strength of the steel sheets for the 
drums. Specifically, it is obvious lhat the drums made of the high-strength, hot-rolled steel sheets of the invention have 
increased mechanical strength without their weldabfl rty decreasing. In particular, it has been confirmed that even when 
the seamed part of the drums made of the steel sheets of the invention is forcedly deformed to the same degree as in 
the seamed part of the drum made of the conventional steel sheet, it satisfactorily ensures air-tightness against larger 
strain. The results are still the same even in severe conditions at low temperatures. 

(Example 12) 

[01 44] In the same manner as above, a large number of steel slabs were prepared from a steel melt having the chem- 
ical composition of A1 shown in Table 15. These steel slabs were hot-rolled and coiled. The resulting hot-rolled steel 
sheets had a thickness of 1 .0 mm. These were not washed with acid, or that Is, they had mill scale on their surface (they 
are mill scale-coated sheets.) The sheets were formed into 200-liter drums in the same manner as above The body 
plates were welded through seaming, for which the welding current was lower than that for mill scale-free sheets. With- 
out being chemically processed, the drums were painted directly on the mill scale-coated surface. The rolling condition 
and the coiling temperature are shown in Table 20. 

[0145] The drum-formability of the hot-rolled steel sheets produced herein is shown in Table 20 along with the hot- 
rolling condition for the sheets, the mean grain size of the grains in the sheets, the thickness of the mill scale coat (oxide 
layer) on the sheets, and the composition of the mill scale (in terms of the magnetite content). The magnetite content 

of the mill scale was measured through X-ray diffractometry. 
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[0146] As in Table 20, for the steel sheets of the invention as coated with a thick oxide layer (mil! scale) having a small 
magnetite content the oxide layer often peeled while the sheets are formed into drums. However, it is obvious that, 
when the thickness of the oxide layer is reduced to 5 \im or lower, the layer peeling during drum formation is reduced to 
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a negligible degree. On the other hand, when the steel sheets as coated with a relatively thick oxide layer were formed 
into drum bodies through seam-welding, the electrode abrasion increased in some degree, as compared with steel 
sheets having no mill scale (oxide layer). However, for the sheets coated with a thinner oxide layer having a thickness 
of not larger than 5 urn. the electrode abrasion was much reduced, or that is. it was nearly comparable to that for ordi- 
nary cold-rolled steel sheets. In order to lower the thickness of the oxide layer to be not larger than 5 »m t it is desirable 
that the finishing delivery temperature in hot-rolling is at most 920°C or lower, the time after the end of finish rolling and 
before the start of cooling is at most 0.5 seconds or shorter, and the coiling temperature is at most 600°C or lower. 
[01471 As in the above, drums can be formed from Nb-containing steel sheets having a degree of elongation of not 
smaller than 35 % and comprising fine grains having a small mean grain size, according to the second technical idea 

of the invention. The drurrvformability of the sheets is good, and the mechanical strength of the drums at room temper- 
ature and even at high temperatures is high. In addition, the frequency of recycling the drums can be increased. 

INDUSTRIAL APPLICABILITY 

t0148l When the high-strength steel sheets of the invention are formed into drums, the mechanical strength of the 
drums at room temperature and at high temperatures is enhanced as compared with that of conventional drums, and 
the drum-formability of the sheets is comparable to or better than that of conventional steel sheets. The thickness of the 
sheets of the invention for drums can be reduced to be lower than that of conventional drum sheets. Therefore, accord- 
ing to the invention, the production costs for drums are reduced, the body weight of thedrums produced can be 
reduced and the reliability at the seamed parts of the drums produced is much increased. Thus, the industrial advan- 
tages of the invention are significantly great Moreover, the frequency of recycling the drums of the invention ts 

increased and the invention significantly contributes to the purpose of recycling natural resources. 



Claims 

1 . A steel sheet to be used as the material for drums, which is characterized by containing: 

C of from 0.01 to 0.1 0 % by weight 

Si of from 0.01 to 0.20 % by weight 

Mn of from 0.05 to 1 .0 % by weight. 

P of at most 0.04 % by weight. 

S of at most 0.03 % by weight. 

Al of from 0.001 to 0.15 % by weight, and 

N of from 0.0050 to 0.0200 % by weight. 



with the balance of Fe and inevitable impurities. 

2. The steel sheet tor drums as claimed in claim 1. in which at least 0.0010 % by weight of N is in the form of solute 
N. and which has a degree of elongation of at least 35 %. 

3. The steel sheet for drums as claimed in claim 1 or 2, which is a cold-rolled steel sheet. 

4. The steel sheet for drums as claimed in claim 1 or 2. which is a mill scale-coated, hot-roiled steel sheet. 

5. A method for producing steel sheets for drums, which comprises hot-rolling a steel slab of a composition that con- 
tains: 

C of from 0.01 to 0.10 % by weight 

Si of from 0.01 to 0.20 % by weight 

Mn of from 0.05 to 1 .0 % by weight 

P of at most 0.04 % by weight. 

S of at most 0.03 % by weight. 

Al of from 0.001 to 0.15 % by weight, and 

N of from 0.0050 to 0.0200 % by weight. 

with the balance of Fe and inevitable impurities, at a finishing delivery temperature of not lower than 800°C. then 
cooling it in an accelerated cooling manner within 2 seconds after the f inish of the hot-rolling, and thereafter coiling 
it at a coiling temperature of not higher than 680°C. 
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6. The method for producing steel sheets for drums as claimed in claim 5, which further comprises washing the result- 
ing steel sheet with acid. 

7. The method for producing steel sheets for drums as daimed in claim 6, wherein the steel sheet having been 
5 washed with acid is cold-rolled, and thereafter annealed at a temperature not lower than the recrystallization tem- 
perature of the steel sheet 

8. The method for producing steel sheets for drums as claimed in any one of claims 5 to 7. which still further com- 
prises temper-rolling the steel sheet. 

10 

9. A steel sheet to be used as the material for drums, which is characterized by containing: 

C of from 0.01 to 0.10 % by weight 

Si of from 0.01 to 0.20 % by weight, 
is Mn of from 0.05 to 1.0% by weight 

P of at most 0.04 % by weight. 

S of at most 0.01 % by weight 

Al of from 0.001 to 0.1 5 % by weight, 

N of at most 0.0050 % by weight, and 
\? Nb of from 0.003 to 0. 1 0 % by weight, 

with the balance of Fe and inevitable impurities. 

1 0. The steel sheet for drums as claimed in claim 9, which additionally contains Ti of from 0.005 to 0.10 % by weight. 

»5 

1 1 . The steel sheet for drums as claimed in claim 9 or 1 0, wherein the grains in the ferrite phase appearing in the steel 

sheet have a mean grain size of not larger than 10 urn. 

1 2. The steel sheet for drums as claimed in any one of claims 9 to 11 , which is a mill scale-coated, hot-rolled steel 
o sheet. 

1 3. The steel sheet for drums as claimed in claim 1 2, wherein the mill scale is a film having a magnetite content of at 
least 80 % by volume. 

5 14. The steel sheet for drums as claimed in claim 12 or 13, wherein the mill scale has a thickness of not larger than 5 
jim. 

15. The steel sheet for drums as claimed in any one of claims 9 to 11 , which is a cold-rolled steel sheet 

j 16. A method for producing steel sheets for drums, which comprises hot-rolling a steel slab of a composition that con- 
tains: 

C of from 0.01 to 0.10 % by weight 

Si of from 0.01 to 0.20 % by weight 

5 Mn of from 0.05 to 1 .0 % by weight 

P of at most 0.04 % by weight 
S of at most 0.01 % by weight 
Al of from 0.001 to 0.150 % by weight 

N of at most 0.0050 % by weight, and 
■) Nb of from 0.003 to 0.10 % by weight, 

with the balance of Fe and inevitable impurities, at a finishing delivery temperature of not lower than 750°C, then 
cooling it in an accelerated cooling manner within 2 seconds after the finish of the hot-rolling, and thereafter coiling 
it at a coiling temperature of not higher than 700°C. 

17. The method for producing steel sheets for drums as claimed in claim 16, which further comprises washing the 
resulting steel sheet with acid. 
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10 



18. The method for producing steel sheets for drums as claimed in claim 16, wherein the steel sheet having been 
washed with acid is cold-rolled, and thereafter annealed at a temperature not lower than the recrystallization tem- 
perature of the steel sheet 

19. The method for producing steel sheets for drums as claimed in any one of claims 16 to 18. which still further com- 
prises temper-rolling the steel sheet. 

20. A drum composed of a cylindrical body plate, and a top board to be a lid and a base board to be a bottom that are 
fitted to the ends of the body plate and are in the form of a disc; 

the drum being characterized in that one or more of the body plate, the top board and the base board are made 
of any of the steel sheets for drums of claims 1 to 3 and claims 8 to 14. 
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